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(57) Claim 

1. A boar J of calcium silicate crystals, 
characterized in that the board is composed of a plurality 
of laminated thin sheets it each of the thin sheets having a 
thickness of 2 mm or less, containing secondary particles 
of calcium silicate crystals/ a fibrous material and a * 
coagulant adisorbed on the surface of the secondary 
particles, ami being formed from the secondary particles 
interconnected with one another, and said superposed thin 
sheets being firmly united with 6ne another into an •» 
integral body by the secondary particles qt calcitira f 
silicate crystals present on the surface of the sheets. ^ 

8. A bc?ard of calcium silicate crystals 
according to. Claim 1 wherein the thin sheet contains at 

least one inactive substance selected from .a carbonaceous ^ 
substancer carbide, nittide, silicide and metallic oxider 
as well as the secondary particles of calciiim silicate ^ 
c?ystal$r fibrous material and coagulant. 
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(54) Title: CALCIUM SILICATE CRYSTAL BOARD 
(5^ AbsMct 

A calcium siltcatt Crystal board which is rormed of a plurality of thin layers of not more than 2 mm in thickness of 
each layer, with each layer containing secondary particles of catci.um silicate crystals, a fibrous substance, and a coagulant 
adsorbed on the surfaces of th^ secondary panicles for mutually binding the secondary particles to each other, and each 
layer bdKg ^xongly bound to each x^lher by (he secondary particles of calcium silicate crystals present on the surfaces of 
the layers. 
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BOARDS OF CALCIUM SILICATE CRYSTALS 
Field of the Invention 
5 This invention relates to boards of calcium 

silicate crystals. 

Background Art 
Japanese Examined Patent Publication 
No. 40896/1973 discloses a board of calcium silicate 
10 crystals composed of secondary particles of xonotlite 

crystals and wood fibers. Said board is produced by 
forming a single layer of wet mat from an aqueous slurry 
of secondary particles of xonotlite crystals and wood 
fibers with use of a forming machine and press-molding the 
layer of wet mat with heating. The board of calcium 
silicate crystals obtained by such method is one press- 
molded from the single layer of wet mat and contains as 
the constituents the secondary particles of xonotlite 
crystals and wood fibers. 
20 The board of calcium silicate crystals having 

the above construction is insufficient in the strength, 
particularly bending strength even if the board is 
composed predominantly of wood fibeirs or containing 50% or 
more thereof. This tendency is: pronounced in the board 
25 composed predominant].y of calcium silicate crystals / more 




specifically containing a small amount of wood fibers and 
50% or more of calcium silicate crystals. In particular 
the board containing 80% or more of calcium silicate 
crystals has an unsatisfactory strength. On the other 
hand, the smaller the amount of wood fibers, the more 
preferable the board is in view of incombustibility* 
However, the aforesaid technique can not produce boards 
sufficient in both the incombustibility and satisfactorily 
great strength. Further the foregoing method essentially 
employs wood fibers for production of articles of great 
strength. The publication teaches nothing about the use 
of inorganic fibers without or in place of wood fibers, 

r 

Among the boards thus produced, those of large thickness 
tend to have a bending strength reduced due to the 
irregularity of strength caused by the difference in the 
proportions of calcium silicate crystals and wood fibers 
between the internal and external board portions. Further 
this tendency becomes marked in boards having a thickness 
of 20 \m or more. 

Disclosure of the invention 

An object of the present invention is to provide 
a. board of calcium silicate crystals outstanding in 
mechanical strength, particularly bending strength. 

Another object of the invention is to provide a 
board of calcium silicate crystals which contains a 
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predominant amount of calcium silicate crystals and a 
small amount of wood fibers or inorganic fibers in lieu of 
wood fibers and which is thus incombustible and excellent 
in mechanical strength. 
5 A further object of the invention is to provide 

a board of calcium silicate crystals v/hich even with a 
large thickness is homogenous throughout the interior and 
excellent in mechanical strength. 

The board of calcium silicate crystals according 
10 to the present invention is characterized in that the 

♦* board is composed of a plurality of laminated thin sheets, 

* each of the thin sheets having a thickness of 2 mm or 

less, containing secondary particles of calcium silicate 
crystals f a fibrous material and a coagulant adsorbed on 

■ • 

15 the surface of the secondary particles, and being formed 

from the secondary particles interconnected with one 
another, and said superposed thin sheets being firmly 
united with one another into an integral body by the 
secondary particles of caleium silicate crystals present 
20 on the surface of the sheets. 

Out* research revealed the following. In the 
bgard of calcium silicate crystals formed from secondary 
particles of calcium silicate crystals and a fibrous 
material, the secondary particles retain the coagulant as 
25 adsorbed on the surface thereof and are interlocked with 
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one another to form thin sheets and the plurality of thin 
sheets as superposed are firmly interconnected by the 
secondary particles on the surface of sheets into an 
integral sheet. With this structure, the board exhibits a 
5 significantly great mechanical strength even if composed 

predominantly of calcium silicate crystals and displays a 
great mechanical strength even if containing 20% or less 
of wood fibers or synthetic or inorganic fibers instead of 
wood fibers/ and the board even of large thickness has a 
10 uniformly great mechanical strength as a whole. 

Furthermore, unlike conventional asbestos cement 
slates, the boards of calcium silicate crystals according 
to the present invention have the advantages of being low 
in specific gravity, excellent in strength and in 

• • • • 

15 fabrication property such as nailability and easy to 

pattern on the surface. 

When each of the thin sheets constituting the 
board of the invention contains at least one inactive 
substance selected ftom a carbonaceous substance, carbide, 
20 nitride, silicide and metallic oxide; as w^ll as the 

secondary particled of calcium silicate crystals, fibrous 
material and coagulant, a board is obtained which has an 
outstanding heat insulation properties over a wide 
temperature range, particularly a high temperature 
25 range. Consequently the inclusion of said inactive 
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substance in the board of the invention is among the 
preferred embodiments of the invention. 

The secondary particles of calcium silicate 
crystals constituting the board of the invention are those 
of tobermorite crystals, xonotlite crystals and/or 
wollastonite crystals. Not only a single kind but two or 
mote kinds of these crystals are usable. The Secondary 
particles of calcium silicate crystals can be prepared, 
for example, by the methods disclosed in Japanese Examined 
Patent Publication No. 12.526/1978 and Japanese Unexamined 
Patent Publication No. 146997/1978 in which a siliceous 
material and calcareous inaterial are heated with stirring 
unde-r aa elevated pressure in an autoclave to undergo a 
hydrothermal synthesis reaction. 

Examples of siliceous materials for producing 
t^^** calcium, silicate crystals are natural amorphoiis 
u>i.licic acid/ siliceous sand, silica gel, silica flour 
<such as ferrosilicon dust, etc«}; white carbon, 
diatomaceous eaxth| silicas obtained by reacting aluxninui? 
hydroxide with hydros ilicofluoric acid produced as a by- 
product in the wet process iot preparing phosphoric acid, 
and the like. Examples of useful caleare.ous materials 
include quick lime, slaked lime, carbide residuum, cement, 
etc.. These siliceous and calcareous materials are usable 
singly or at least two of them can be used in. mixture. 



The CaO/SiOj mole ratio of the calcareous material to the 
siliceous material is about 0.7 to about 0,9 in synthesis 
of tobermorite crystals and about 0.90 to about 1.15 in 
synthesis of xonotlite crystals. 

A starting slurry is prepared by adding water to 
the siliceous material and calcareous material. The 
amount of water used for producing a starting slurry is 5 
times or more, preferably 10 to 50 times, the amount by 
weight of the solids of the starting slurry. The starting 
slurry thus prepared is then subjected to a hydrothermal 
synthesis reaction with stirring. The reaction is 
conducted under a saturated aqueous vapor pressure of 
usually 4 kg/cm^ or more, preferably 6 to 30 kg/cm^, 
usually for about 0.5 to about 20 hours, thereby producing 
secondary particles of calcium silicate crystals. When 
further baked to about 1000**C, the xonotlite crystals 
obtained above by the hydrothermal synthesis reaction can 
be converted to B-wollastonite crystals without change of 
the shape (Secondary particles). 

Examples of fibrous materials to be used in the 
present inveation include organic and inorganic fibrous 
materials. Exemplary of useful organic fibers are wood 
pulp, waste paper pulp, knots residuum, flax, fiber, rayon 
and like cellulosic fibers and polyamide, polyester, 
vinylon, polyolefin and like synthetic fibers. 



Illustrative of useful inorganic fibers are rockwool, slag 
wool/ glass fibers, silica fibers^ ceramic fibers, 
carbonaceous fibers, inorganic whiskers, asbestos and the 
like. These fibrous materials are usable singly or at 
least two of them can be used in suitable mixture. 

According to the present invention, boards of 
great strength can be produced by even the use of a small 
amount of fibrous material in mixture with a major amount 
of calcium silicate crystals. Consequently it is possible 
to obtain boards having a great strength, and an 
outstanding incombustibility by use of a small amount of 
organic fibers ^ Koninf lammable boards of great strength 
can be also produced by use of inorganic fibers alone 
without use of organic fibers. The content of fibrous 
material in the molded body is as low as 2 to 30% by 
weight. The boards of the invention composed 
predominantly of calcium silicate crystals exhibit an 
outstanding strength and can. be {Produced with a high 
inoldability. The content of fibrous material is 
preferably 2 to 20% by weight, more preferably 5 to 15% by 
weight . 

Coagulants useful in the invention include, for 
e^tample, catiOnic coagUlaats^ anionic coagulants and 
nonionic coagulants. These coagulants are usable singly 
or at least two of them can be used in suitable mixture. 



Particularly the conjoint use of cationic coagulant and 
anionic coagulant is preferred. The coagulant used in 
producing the board of the invention results in the 
improvement of filtering property, efficient molding and 
production of a board of great strength. Preferred 
coagulants are polymeric ones. Examples of useful 
cationic coagulants are polyethyleneimine, dialkylamine- 
epichlorohydrin polycondensate, polyamideamine- 
epichlorohydrin modified product/ cationic pplyacrylamide 
and like cationic polymeric coagulants. Also usable are 
cationic inorganic eoagulants such as aluminum 
polychloride/ aluminum sulfate, sodium aluminate, ferrous 
sulfate'/ ferric sulfate, ferric chloride and the like. 
Represenjbative of useful anionic coagulants are ammonium 
polyacrylate/ sddi'um polyacrylate and like polyacrylates 
and aerylamide-acrylic acid copolymer, etc. Exemplary of 
useful nonionic coagulants are polyaerylamide, 
polyethylene oxide and the like. 

the content of coagulant in the molded body of 
the invention is 1^5% by weight or less, preferably 0.05 
to 1.0% by weight, when a cationic, anionic or nonionic 
coagulant is used singly. When a cationic coagulant and 
an anionic or nonionic coagulant are conjointly used, 
about 0,05 to about l.Ol by weight of the cationic 
coagulant and about 0.01 to about 1.0% by weight of the 
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anionic or nonionic coagulant are employe^, preferably in 
a total amount of less than about 1.5% by weight. 

The coagulants used in the present invention can 
produce the contemplated effects presumably by the 
} following reasons. A cationic, anionic or nonionic 

coagulant used singly is adsorbed on the surface of 
secondary particles of calcium silicate so that the 
secondary particles and the fibrous material are 
cpagulated with one another by the adsorbed coagulant 
*!**•! 10 When a cationic coagulant and an anionic or nonionic 

coagulant are conjointly used, the cationic coagulant is 
caused to become adsorbed oii the secondary particles of 
calcium silicate having a negative electric charge, giving 
a positive electric charge to the Secondary particles with 

•••• 
• • 

•••• 15 the result that the calcium silicate 3ec6ndary particles 

4 9 9 

are strongly united with one another by the anionic or 
nonionic coagulant, thereby improving the filtering 
• j)roperty of sOlids in the Slurry. 

: When required, the board of the invention may 

20 contain an inactivfe substance such as a carbonaceous 

substance, carbide, nitride, silicide, metallic oxide and 
the like to improve the heat insulation properties, 
particularly over a bi^h temperature range. At least one 
of carbonaceous substance, carbide, nitride, silicide and 
25 metallic oxide is used as said inactive substance. 




Examples of useful inactive substances are carbonaceous 
substances such as active carbon, charcoal, coal, carbon 
black, graphite, etc.; carbides such as silicon carbide, 
boron carbide, titanium carbide, etc.; nitrides such as 
silicon nitride, boron nitride, titanium nitride, etc.; 
silicides such as calcium silicide, etc.; and metallic 
oxides such as iron oxides (hematite, magnetite, etc.), 
titanium oxides (rutile, etc.), tin oxides, manganese 
oxides, zirconium oxides, ilmenite, zircon, chromite, 
cerium oxides, lanthanum oxides, yttrium oxides, neodymium 
oxides, etc* These substances are usable singly or at 
least two of them can be used in mixture. Xt is suitable 
that the active substance be usually about 0.001 to about 
120 ymr preferably 0.001 to 100 pmr in particle size. 

The content of the inactive substance in the 
board of the invention can vary over a wide range and 
ranges usually from about 2 to about 70% by weight, 
preferably abdut 5 to about 50% by weight. 

For producing the board of the invention, an 
aqueous slurry of secondary particles of calcium silicate 
crystals is prepared first. The aqueous slurry can be 
prepared by subjecting a calcareous material arid siliceous 
material to a hydrothermal synthesis reaction as described 
hereinbefore, or by dispersing the secondary particles in 
water. To the aqueous slurry are added a fibrous 



material/ a coagulantr and when required, an inactive 
substance. The amounts of these components used are 
accommodated to the desired contents thereof r calculated 
as the solids, in the board. The inactive substance may 
be added to the starting slurry containing siliceous and 
calcareous materials prior to preparation of secondary 
particles of calcium silicate crystals, followed by a 
hydrothermal synthesis reaction of slurry. Thereby the 
inactive substance is united with the secondary particles 
of calcium silicate crystals, resulting in an increase in 
the strength of the board. 

Then thin sheets are formed from an aqueous 
slurry which contains secondary particles of calcium 
silicate crystals, a fibrous material, a coagulant and 
when required, an inactive substance. In formation of 
thin sheets, it is desirable to adjust the solids con- 
centration of slurry to about 0.2 to about 3% by weight. 

Thin sheets are formed by any of continuous 
methods (cylinder-type^ Fourdrinier-type, short wire-type 
or the like) and batchwise methods (CTC method. Chapman 
method or the like)« A plurality of thin sheets thus 
formed are superposed over one another into a laminate 
sheet. Preferably the laminate sheet is then cut by a 
cutter as required and press-molded to a predetermined 
thicknessi with a hot press or the like with heating while 
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being dried. A suitable heating temperature is about 150 
to about 200^C and an adequate molding pressure is about 
10 to about 50 kg/cm^. 

In the laminate sheet thus obtained by press- 
5 molding of thin sheets with heating, the secondary 

particles of calcium silicate crystals in each thin sheet 
are interlocked with one another so that each thin sheet 
is strengthened and the secondary particles of calcium 
silicate crystals on the surface of each thin sheet are 
10 interconnected with one another, giving a board of great 

strength in which the thin sheets are firmly united with 
one another. Tb^- board of the invention as observed in 
cross section under an optical microscope (at a 
magnification of 70 X) shows that the layers are 
15 integrally united with one another by the secondary 

particles of calcium, silicate crystals and that the 
'J*"! boundaries between the layers can not be microscopically 

• • recognized. 

: The thin sheets constituting the board of the 

20 invention each has a thickness of about 2 mm or less, 

preferably about 0,2 to about 1.0 mm. The board pf the 
invention is comprised of a plur§li*-v of thin sheets,, more 
specifically 3 to 200 thin sheets, which are fogmed i«to 
an integral sheet. The board of the. Invention even with a 
25 large thickness has a high bending strength which is 
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uniform tnerethrough. Thus it is possible to obtain a 
board 20 mm or more in thickness and great in the 
strength. 

Examples 

The present invention is described below in 
greater detail with reference to the following Preparation 
Example and Examples in which the parts and the 
percentages are all by weight unless otherwise specified. 

Preparation Example 

A starting slurry was prepared by adding 49 
parts of lime slaked with hot water at about 85*C and 51 
parts of silica stone powder (CaO/Si02 mole ratio of 1.0) 
to water in 12 times the amount of the solids. The 
starting slurry was subjected with stirring to a 
hydrothermal synthesis reaction under a pressure of 15 
kg/cm^ with stirring for 4 hours, giving an aqueous slurry 
of secondary particles of xonotlite crystals. 

Example 1 

The secondary particles of xonotlite crystals 
and fibers were mixed in specific proportions, and the 
mixture was adjusted with water to a concentration of 
2.0%. The mixture was mixed with 0.1% of a cat ionic 
coagulant, "Polymaster R607" (product of Hakuto Chemical 
Co., Ltd*, dimethylamine-epichlorohydrih polycondensate) 
and a specific amount of an anionic coagulant, ''Polymaster 



R623S'' (product of Hakuto Chemical Co., Ltd,, 
polyacrylamide-polyacrylic acid copolymer), producing a 
starting slurry. 

The thus obtained starting slurry was formed 
into greeft "thin sheets of 0*7 mm thickness with use of a 
short wire-type forming device. Thirty green thin sheets 
thus formed were superposed over one another and press- 
molded with heating at 185*»C with a hot press to produce a 
9 mm-thick molded board of calcium silicate. 

Table 1 shows the amounts of components and 
properties of the molded boards* 
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The properties of molded products in Table 1 
were determined by the following methods. 

1) Density, bending strength and thermal linear shrinkage 
percentage 

According to JIS A 9510. The thermal linear 
shrinkage percentages are those obtained by heating for 3 
hours at 1000*C« 

2) Incombustibility 

According to Notice No.1828 of Ministry of 
Cons t r uct ion , Japan • 

3) Fabrication property 

Among the molded products tested by e.sr*, 
nailing and sawing, those which neither developed any 
crack nor chipped at any edge were rated good. 

Example 2 

The secondary particles of xonotlite crystals, 
pulp and glass fibers were mixed in specific proportions 
and the mixture was adjusted with water to a concentration 
of 2.0%. A specific amount of a polymeric coagulant was 
added to the mixttire, giving a starting slurry. 

The starting slurry thus obtained was adjusted 
with water to a concentration o£ a. 6% {liquid amount 
5i)» The slurry was made into green thin sheets by a 
tapping machine having a filtration area of 32. X 32 om and 
using a 60-mesh metal gauge and the filtering property was 
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determined. 

Ninety green thin sheets o£ about 1 mm thickness 
thus obtained were superposed over one another and press- 
molded in the same manner as in Example 1, producing a 40 
5 mm-thick molded board of calcium silicate. 

The amounts of components and properties of the 
molded boards were shown in Table 2. 

Table 2 also shows r for comparisonr the 
properties of molded board produced in the same manner as 
10 above without use of a coagulant under the column of 
comparison exaimple. 
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Example 3 

A starting slurry for forming green thin sheets 
was prepared by the same method as ih Example 1 and was 
made into green thin sheets of about 0.7 mm thickness by a 
short wire-type forming device* The green thin sheets 
thus obtained were wound up under a pressure by a making 
roll and spread out to obtain a sheet-like body of 17.5 mm 
thickness. Four sheet-like bodies were superposed and 
press-molded with a hot press with heating at 185^0^ 
producing a 60-mm thick molded board of calcium silicate. 

Table 3 shows the amounts of components and 
properties of the molded board« 



Table 3 



Specimen No. 1 

Proportions of Components (%) 

Xonotlite secondary particles 89.7 

Pulp (NBKP) 8.0 

Glass fibers (Ceramic fibers) 2.0 

Cat ionic coagulant (Polymaster R-607) 0.1 

Anionic coagulant (Polymaster R-623S) 0.2 

Sheets formed by making roll 

Thickness (mm) 17 « 5 

Number of laminated sheets (number) 45 

Water 'content (%) 211 

Properties of molded product 

Thickness (mm) 60 

Number of laminated shieets (number). 4 

Density (g/cm^) 0.554 

Bending strength (kg/cm^) 115 

Thermal linear shrinkage percentage (%) 1.27 
Incombustibility Incombustible 

Fabrication property Good 



22 - 



Example 4 

Quick lime (CaO 95%) was slaked in hot water at 
80^C to pro<3uce a milk of lime. To the milk of lime was 
added a powder of ^ilica stone (Si02 94%), 7.1 vm in mean 
particle size, in the CaO/Si02 mole ratio of 1.00. 
Further added were water and a predetermined amount of a 
powder of titanium oxide (rutile, 1.2 in mean particle 
size) in such an amount that the total amount of water was 
12 times the amount of the solids. In this way, a 
starting slurry was prepared. 

The starting slurry was placed into an autoclave 
under a saturated vapor pressure of 12 kg/cm^ at 191®C and 
subjected to a hydrothermal synthesis reaction for 6 hours 
while being stirred by a stirrer which was rotated at 40 
r.p.m. In this way, crystal slurries were produced. 

Portions of the crystal slurries obtained above 
were dried for 24 hours at 100*C and analyzed by X-ray 
diff ractometer . The analysis revealed the peak of 
xonotlite crystals in all Specimens and further the peak 
of rutil^ crystals in the specimens containing titanium 
oxide particles. 

Subsequently, 8% of pulp and 2 % of glass fibers 
were m5xed with each of the crystal slurries, and water 
was added to the mixture to a concentration of 2.0% in the 
slurry. Further added was a cat ionic cbagulant 



(Polymaster R-607f product of Hakuto Chemical Co,, Ltd.) 
in an aroount of 0.1 % based on the slurry solids and then 
an anionic coagulant (Polymaster R-623S) (product of 
Hakuto Chemical Co., Ltd.) in an amount of 0.2 % based on 
the slurry solids. 

Thereafter each slurry thus obtained was 
adjusted with water to a concentration of 1.0 % and made 
into green thin sheets of about 0.7 mta thickness with use 
of a short wire-type forming device. Ninety green thin 
sheets thus prepared were superposed and press-molded with 
a hot p>ress to produce a 40 mm-thick molded board of 
calcium silicate crystals. The properties of each molded 
boards were determined according to the method of JIS A 
9510 with the results shown below in Table 4. 
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Table 4 



Specimen No. 


1 


2 


3 


In molded product (%) 








Xonotlite secondary particles 


90 


69.7 


49.7 


Rut ile 


0 


20 


40 


Pulp (NBKP) 


8 


8 


8 


Glass fibers 


2 


2 


2 


Moldability 


Good 


Good 


Good 


Properties of. molded product 








Thickness (mm) 


40 


40 


40 


Number of laminated sheets 
(number) 


90 


90 


90 


Density (g/cm^) 


0-403 


0.404 


0.406 . 


Bending strength (g/cm^l 


65.2 


49.3 


42.8 


Thermal linear shrinkage 
percentage (%) 


1«20 


1.19 


1.22 



Thermal conductivity (Kcal/m.h..«C) 

• 



9 • 

4 


70*C 


0.063 


0.056 


0.052 


• 4 


ISO^'C 


0.071 


0.061 


0.054 


« t • 
• • • 
• 94 


250*C 


0.082 


0.067 


0.056 




350*C 


0.094 


0.073 


0.0S8 




Example 5 

Slurries of xonotlite crystals were produced by 
repeating the same procedure as in Example 4 with the 
exception of not adding titanium oxide particles. 

To portions of the slurries was added the 
specific inorganic substance in such an amount that the 
molded product contains 25% of inorganic substance, and 
the slurry was molded in the same manner as in Example 1, 
producing a 25 mm-thick molded board of calcium silicate 
crystals (The molded board consists of 64.7% of secondary 
particles of xonotlite crystals, 25% of inactive 
substance, 8% of pulp, 2% of glass fibers, 0.1% of 
cat ionic coagulant and 0.2% of anionic coagulant). 

Table 5 shows the properties of the molded 
products obtained above. 
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CLAIMS: 

1« A board of calcium silicate crystals, 
characterized in that the board is composed of a plurality 
of laminated thin sheets, each of the thin sheets having a 
thickness of 2 mm or less, containing secondary particles 
of calcium silicate crystals, a fibrous material and a 
coagulant adsorbed on the surface of the secondary 
particles, and being formed from the secondary particles 
interconnected with one another, and said superposed thin 
sheets being firmly united with one another into an 
integral body by the secondary particles of calcium 
silicate crystals present on the surface of the sheets. 

2. A board of calcium silicate crystals 
according to claim 1 wherein the calcium silicate crystals 
are fcobermorite crystals, xpnotlite crystals and/or 
wollastonite crystals. 

3. A board of calcium silicate crystals 
according to claim 1 wherein the coagulant is a polymeric 
one. 

4. A board of caleium silicate crystals 
according to claim 3 wherein the polymeric coagulant is a 
cationic coagulant and an anionic coagulant or a nonionic 
coagulant. 

5. A board of calcium silicate crystals 
according to claim 1 wherein the content of fibrous 



« 



• 
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material is 2 to 30% by weight. 

6* A board o£ calcium silicate crystals 

according to claim 5 wherein the content of fibrous 

material is 2 to 20% by weight. 
5 7. A board of calcium silicate crystals 

according to claim 5 wherein the content of fibrous 

material is S to 15% by weight. 

8. A board of calcium silicate crystals 

according to claim 1 wherein the thin sheet contains at 
10 least one inactive substance selected from a carbonaceous 

substance, carbide , nitride, silicide and metallic oxide, 

as well as the secondary particles of calcium silicate 

crystals, fibrous material and coagulant. 

3. A board of calcium silicate crystals 
15 according to claim 8. which contains 2 to 70% by weight of 

the inactive substance. 

10. A board of calcium silicate crystals 

according to claim 8 wherein the carbonaceous substance is 

at least one of active carbon^ charcoal r coal, carbon 
20 black and graphite; the carbide is at least one of silicon 

carbide, boron carbide and titanium carbide; the nitride 

is at least one of silicon nitride, boron nitride and 

titanium nitride; the silicide is calcium silicide; and 

the metallic oxide is at least one b£ iron oxides, 
25 titaniUiA oxides, tin Oxides, manganese Oxides, zirconium 




- 30 - 



oxldeSf ilmenlte/ zircon, chromlte, cerium oxides, 
lanthaaum oxides, yttrium oxides and neodymium oxides. 
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